REMARKS 

Claims 1 and 2 are in the case. 
Claims 1 and 2 are being amended. 

The present preliminary amendment is submitted in order to comply 
with the requirements stated in a DECISION ON PETITION mailed on 
September 24, 2004, and set forth in 37 CFR paragraphs 1.121. and 1.125. 

Applicants submit a Substitute Specification, and an Abstract of 
Disclosure on separate sheets. 

Entry of the above recited corrections is respectfully requested. 



Respectfully submitted, 
Jozef Edward Przybylski et al. 

Horst M. Kasper, their attorney 
13 Forest Drive, Warren, N.J. 07059 
Tel.: (908)526-1717; Reg.No. 28559 
Attorney's Docket No.: PRO202 
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IN THE ABSTRACT OF DISCLOSURE: 

ABBREVIATION of patent Ascription under tho title "Method of obtaining 

biologically activ e collag e n from skins of fish of th e salmon family". 

ABSTRACT OF DISCLOSURE 

The method of obtaining collagen as above, is characterized by this, 

that the process of cleaning the skins is done manually using tools made of 

natural materials such as glass and wood to remove from the skins scales, 

skills and meat tissue [.] so prepared raw material is placed in a solution of 

lactic acid of 0,1 to 1,5% concentration, obtaining hydration of collagen 

contained in the skins. The hydration process is carried out in glass 

containers, in the temperature from 15 to 20°C , for 24 to 48 hours, 

conducting a running visual control of the process. Next follows an 

operation of filtration using silk filters of increasing density. By repeated 

filtering the cell elements, pigments and remains of the acid solution are 

removed from collagen. The natural silk filters have a structure similar to 

the structure of collagen, which prevents damage to the collagen structure. 

(2 reservations) 
(oblong seal) 
Patent Agent 
NR03 16/67 
(signatur e ill e gibl e ) 
(mgr inz. Jan Prosoinski) 
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